(19)B#S#fFJ? (J P) 02) & D fft & <A> (ll)»HFtaH^MS# 

#^2000-1608 
(P2000-1608A) 



(43)&BIB 11121 1^7 0(2000.1.7) 



(51) IntCl.' 






F I 


f-73-K(##) 


CO 8L 


69/00 




C0 8L 69/00 4 J 002 


CO 8K 


5/103 




CO 8K 


5/103 5 D 0 2 9 


Gl 1 B 


7/24 


roe 

5 2 6 


Gl IB 


7/24 5 2 6 R 












(21)fflB## 


WR¥10- 168688 




UUUUUoyto 












(22) WEB 




Jft*10¥6Jil5B(1998.6. 15) 




JfOT^BBKA©rt=Tl 5 » 2 ^ 








(72)$8W# 


S# IEB8 










^fcA^rpA#SKH«S*«HlSl^ =H 


















(72) ffifl? 






























(74)ftSA 


100103997 























(54) BIW©*^] #U#-#*-h»JD«UMIr, MtXC^n^fiE*nfc)ie^2ia»*^S«RtX3fc¥IH«tt«: 



(57) 

5 P p mHTC* 9 s aofiJBWi: l/t^ttTA-a 
WJIflfiKxx-fA'* 1 0 0—1000 PPinMlt^ 
ftifctWtfc-r^sKU^-sK^-MIHBIIUHIi. 



1 

iw&m i ] Tiv* y &mwko&mntt&tf o . 
5 P p mja-pe* *) . fr-ommit Lxmrtvi-fr 

^hHJS!XXt^& 100-IOOOpp m-^W LX v> 

vySstttitfo . 5 p p mVXFZ'fo *) . 
tT^WT^n-^BIlf^xXT^S- 10 0-100 
0 p p m^LT £ t ?KU 

Xt-IVZI 0 0-10 OOP par&ftl/Cttttfy 

fluwiixxT 1 ;^ 5 o %w±ifm ix^&ztzmt 
imm i fit^Jt Lxm7)vu~)v<nmmx. 

Xf7P£l 0 0-1 0 0 0p pm-MTLTHS sK>J*- 

>>^^tf^*** j o . 5 p p mjarejM , r/t^ y 
^«ia^wffew^Jico^*fi(i o . 5 p p mmxh 

$*rt V ^ttT^ri-Milt&^xXTVUO 5 0 %£Lt 

tTV>SCi:^Sti:1-Sf9^S3X{i4lE«^¥iB 
IHM6] it^3fc^L5«vvfft#fci3a*>* 

[0001] 

^c, *y^-jK*-H9IBH««ifcBM-6fcOT , »*. 
[0002] 

m^mmmm®mmzMmzm.xis*) , 



2) #li2 0 00-1 6 08 

2 

. Lxumx-h &tztix^&. mwm/msmsi 
mmm<r>vjv7tfmc>tix^htf, mmmn 

io m^xw&Lfcm&saMHt. *0*>8&#Tt*>ybx 

[000 3] 

[^^flf^Lj; a fc-rsgm] uaoj: a snmskot 
<r>&xmixtmshz-$ii, sta^ii^y^-** 

T^tiT^a-A^OliBSiftxxr^E^tfc^y^- 

ttfcasr*, #y 

fc-fifcw-C**. 4fc*a«tt.r<oj:3fcjKy*-# 

30 [0004] 

x-mmwm&zsmL&wit. ^m^Lmr^ 
■=i~)v<mmm.^T)vtimzx mcmmz^t ix 
Ltotz&XhZ. zixzw&mt. *ry^-^- 
hnwkJM*?*iuzm< mxj:mx\ $mmm& 

40 KRxxr/^K^jlfctjiiEft^O, MHBJ&NI+ 
^fcttS^ttT^n-^colW^xxx/Ko^M^i 
00-1 000 P pmJ:0^<Ti>^<T : t>. ftftfi^ 

wt>ixtmzfwmz&.t%^z twn 

[0005] o 3rfatfLfc*?vvc3tjSS 

ut. ffiSMi Lxmrivu-frnmrnx-XT-ivz 1 
o o- 1 o o o P P m ^ u fr^mmmmxxt®. 

50 »o***3&qr*t<iJ«5cv^k*wfRfc"rst<o"C2b 



(3) 

3 

mco-st&m i < < . fr^miz&immm 

[0006] 

immmmm] *%wiz^xmwizmm h 
o*y vmkn^mmwskti ztizz*) 
ttft-^k Lxit. bh-o^yy. yy^yy, y'tK 

ndfv> ? 7x-;L' s h'7. (t KP=3r^7x— )V) ~T)V 
#y. b'x (tb'n^i/7x-;H -i/^nrwy, 
b'7 (hKD^fy7i^) -7^7 4 h\ b'7 (hp 
u*i/7x.->V) -x-r^, b'7 (hHndf.^7x- 
/W) -7"hy, b'7 (hKD4f>-7x^) -7;t^7* 
y, b'x (hHn^f^7x-^) -7/1-7*^1^ b* 
7. (h^ndfv-7x-;u) -^y-fe'y. st/^r/^ 20 

%h:tfmft>tih. #tc^^7x/-;Hi^!f?li:L 
Xl±. 2, 2 -b'7 (4-b Ku*y7x^) -7o 
rty. 2, 2-b'7(3, 5-yy^-4-t Kn^r 
y7x-/H -7*n^y. 1. l-b*7 (4-bb'n* 
y7i-;H -l/?u<K*-*rvRVl, l-b'7(4- 
bh*odfi/7x^) -3, 3, 5-b y^f-^yyo 
^*^y&k'*«mf£>iU>. 3«HJrf>7x/- 

[0 0 0 7] in^«7x7-;H4^!ft*^^U^- 

ffi. XJ±y'7x-^-^-hS:fflV^jfiJffiiOV^-f 
ftco:tfj££ J: £ it #<oti&*y#-*C;r— 
^¥^#7* (Mv) (ijl?£lxi0 4 -1X1 0 5 

mxhhtK Kmmmmmm&zm^ziz 

{4, 1 3000-2 0 0 00, mzi 4 0 0 0-180 
0 0 <?)&WT& I (OtfiMt LW 

[0008] xv*}-#*-h<r>mmzmLxa. mm 40 
»*W*U\ *fcr/^y 

*y#-#*-h*fc^fc8ai$*i4&Rtf>5fc7rt' 50 



#H2 0 00-16 08 

4 

WzmftM$X'&ft$iXhcr)\±Ztl^cr)&m<F>X\ 

mn^tih^tMnrntLx . *o*w*#o. 5 

r;^ y &«m*l^)&Jg<9-£*rft# 0 . 5 P 
pmJ2lT««>*>*fflv>4. «IB«Uc»4)^lt«-irfttt 

X^AO^-ftfifr'O . lppmJTF, »{C0. 0 5pp 

[0009] &JgCD-£#fi##^fc . SfffljftlfcBLA 

fc^ffiT/m -;K0HJft»KX7 t/I'^IXt^ 
*>&^X7r;ye«ffifc^**M:^ftLT\ ?#4> 

y -b y y^E y xxf a-**:/ y * y y h y xxr/Wtafl: 

mmmtLx<Dftmmi<i£ri-z. mm 

<7)&m T^n-;Uc7)8iMl!x7r;Ki 100-1000 
p p m fc * h i a fcaK y v izmtrti zttf 

-HJ-k**). mmz**)%mxmtf±t^\ jttc 

tixtfx? yj*-izttmixm!?T^k$:£. mm 
m<?)W± Lv^g^•a•«ii 1 0 0-6 0 0 p p m , muz 1 5 

0—5 0 0 p p mT'J>!> . &m 7)Va -fWMhWXX 
TfUtLXii. rv±»y* h^fn-^'nA-y, 
/ ^ d f^yhy^-;i/0 < td : 5r3tt«r;i^3-;K > s ^y 
^xyxy h-;K y yxy^y ^yy h- 

k, Mlgitl 0-3 0mg?»l?kO^£xXTA' 

^fflv^^tLS. iinssikLT^ryyK, -?yr^y 
S?, 7?yy$L hUr^y», 5yx^yK N ^y^ 
x^yfSs AVi/Sf-yK, 7WJ>»s 7xryy 

tv^. iit^^^fflT^n-^hJIflSKk^xxr^i: 
LTtt. jt^ti^y-byy^yxTry-h, ^y-tu 
y^y^vusr-h> ^y-byy^y s y^r-h. 
y -b y y^& y 7 ^7 y- h ^k'^ y -b y y^& y xxf 
/k ^y^xyxy h-;^y*7x7 : •r^-^, ^y^xy 
7x>j h-;i^h'J7rTy-h, ^y^xyxy h-;^ 
y/^Sr-h, ^y^xyxy h-zi^yvwusr- 
h s ^y^xy^y h-;phy^vpsT-h. yyxy 
xy h-;uhy 7^y-h, ^-yy H-^^fTU- 
^yy h-^Mjxf 7*y-K =^yy h-;krh 

[0010] *mit,zm#vti-#*-hmfflm'fa 



V ■ 



(4) 



#^2000-1608 



wmmizimzmmi. %&m\zi%%mmm 

Wtri^ (CD, CD-ROM, DVD-ROM 10 

m . smmsiytTJx? (54 hvyxm-, cd- 

R, DVD-Rf) , W£, ffff&TO£ 

ftf'-fX? (U5>f ; MO, CD-RW, DV 

D-RAMf) *5J>0, Vvr*U>sK';;&-sK*-h*l» 

^cot -< <n> v y -v9 e -y i-mmmmz x *> m% 

Hfi. Ttig&S&0>l>0r&± 2. Op. mJJJITO h 5 * ? 

tihttK zaxdZTixfamimiiifmizxm 20 

[0011] **BHfc«*!Jf U*-!K*-bfflKHU»ft 
it. Ma£{23 0 0~4 0 0'C, #£320-380 

iz%^T\->zt. zn&mit&mvzzzm&tim®. 30 
t-c, &jsm&<»mizm&&fri>Ltiz^&%{k&* 



h£o%$&x-%)mML-k.<nx'\*. mmtih^m^ 

[0012] *#Uiteffi4jK'J h WHflJ&ft 

t*mm:mtth£o%^x^Lfzmmm 
0 mxmm< t^mm^mx \ > 

*iiW»J1fi*l5«K*4:-« i t S . 
[0013] 

mmm\ ar^mmza ^m^mzmmm 
w-t&tf. *%wi±c:iit><DmmMm%.2tiz>i><ox' 

mnm%T. 3 o-c-crj£$-£-c*> j *- h *± 

[0014] 

1 





(Mv) ' l 


Ohr/lta) •» 


dl/IW ••» 


(PPB)' 1 


A 


15000 


2.67 


40X10"' 


0.1 


B 


21100 


2.75 


7.1X10-' 


0.16 


C 


15600 


2.66 


34.3X10"' 


0.09 


D 


15000 


2.67 


40X10"' 


1 



[00 15] *1 mtCtfO.. 6g/d • 
2 0'CT«L£M!i,£(77si>) 

[0016] *50 



i mi] 7?$r/C= Ct?] (1 + 0. 28t7sp) 
Ct?3=1. 23X 1 0" 5 XMvX0. 83 
[0017] *2 y;W!-Sx-y 3 y;D7h^7 

y (SCy-ttHiBi, HLC-80 20) zm^xMfc. 



(5) 



#1120 00-16 08 



8 



jfCV-tt^TSK 5000HLX, 4000HLX, 
3 0 0 0 H L XM?2 0 0 0 H L X £ ZlxZtlim Lfc 
4#0;$5A£fflV\ rh9t Hn75>-^(i^i 

* 3 12 0-CT- 5l«ffleji Lfc#! L>#-**- h 2 g 
*. JM^d-t 1 **- <ft8«fm»Hr C FT— 
500. JtVyiXi&B&l mm. 1 0mm) (02 
8 O'CCJUBRS^fc^y 7 4 1 04Hfcfc 

^3&BIU:*>**BLfc0)"&» 16 0k gW^faT 
T'iia^'Jy^XtfSrSTSii-, 4mm~7mmSTt 
fcB«HI*a*ro»K STFSS/^ISl (m l /#) x«* 

[0019] #<9fLfcaHRtov^TaE^B4:f-x •/ 
?Lfc. tSJR£*-2fcii?*. 
mXto (t-yh-ftl) ; 1 00 0ftlfft3*«aHR* 
KfBU flW3<0SFPai»D%B7. 8. 9Ayh'S: 

JfcBKK (££tr&) ; 1 0 OOtHWc2 5tt<oaS«fc 

[0020] SJStf ; SIMMBtf*l££« 
J5HK ADR— 1 30N) fcfflWC ffiW«®i»T&l>*fi 

SSSi^tt ; ftT4 ( I SO/ 1 EC 13 9 



[0018] USSCT 1 ~4£l*Jt8$IJ 1 -2 

nm%T. 2 9 mll*:. i<o^ 

U^h*»ffi«^(fta«IMi(ffl»Bi DISK3) 
«*50 0 0«tSBtU:. 



3 5 0°C 

i0 3*c/9 8*c 

230MB ( I SO/I EC 
0. 3 4# 
4. 5# 



1 3963&*g) 



22. 



5-13. 8-10 

20 IMMlxxr^4>»*lia6S:^C b V^J^VMtl 

m^Lfzmm^^)v<mmx'^&Lx\^ kcoz^ 

*Lfc. 

[0021] it«^Jl~6 

t * man i^mmmm t mz. ix 

kftM£LX%,T4X?mBLZWMLiz. 2 
30 Jt8$!l7 

[0022] 
S [IS2] 



(6) #^2000-1608 

9 1 0 

S - 2 









mm 


mm 








1 


2 


3 


4 




A 


B 


c 


C 




m m 


OIS 


CMS 


PDS 


PDS 




ffljai (ppm) 


600 


600 


600 


1000 






- 


- 


- 


- 




















590 


rviA 

900 
















m 




ft 


amtit) 




m 


is 


m 


warn CErtwssf) 


0-7 xW 6 




-2-4 X10" 8 


0— 7x]fl" 6 


mm mmmm) 


46 -49 , 
X10' 4 




47-5 , 
xiO' 4 


46-4.9 „ 
XHT* 




O 




O 


O 



[0023] * * [H3] 



1 



(7) 



1 1 



eg 
I 

m 



i i 



CO 

a 



CO 

3 



a 



s 

8 



CO 

3 



8 



1 

v3 



Hi 



K 



l I 



5 

CO 

o 



S 



I I 



"2 

a. 



m 



8 



8 



£2 



oo 

I 



^X 
i 

00 



CM— • 

tj>X 

CP 



«rH2 000-16 08 



I 



CO 

2 

o 



I 



K 
H 

A 

X 

a 

a, 



(72)5BW# W Iffi 1 F*-A<##) 4J002 GG011 CG021 EH046 EH056 

4t^WA»aKSW«ei#l^ FD166 GPOO GSOO 

flSS^#^««aiJ5frt 5D029 KA19 KC09 



JP,2000-OP1608,A [DETAILED DESCRIPTION] 



Page 1 of 7 



* NOTICES * 

JPO and NCIPI are not responsible for any 
damages caused by the use of this translation. 

1 .This document has been translated by computer. So the translation may not reflect the 
original precisely. 

2. **** shows the word which can not be translated. 

3. In the drawings, any words are not translated. 

DETAILED DESCRIPTION 

[Detailed Description of the Invention] 
[0001] 

[Field of the Invention] This invention relates to a suitable polycarbonate resin constituent to 
manufacture a polycarbonate resin constituent, especially the mold goods which have detailed 
irregularity like the substrate for optical record media with injection molding. Moreover, this 
invention relates to the substrate for optical record media manufactured from this 
polycarbonate resin constituent, and the optical record medium using this. 
[0002] 

[Description of the Prior Art] The optical recording method which information can read has the 
description of being strong, to a blemish or dirt as compared with the conventional magnetic- 
recording method by non-contact. The record medium of this method has the structure 
equipped with the information recording layer on the transparence substrate. As a material of a 
transparence substrate, polycarbonate resin is mainly used. Since polycarbonate resin is 
excellent in the thermal resistance at the time of melting shaping, and the dimensional stability 
after shaping and the mechanical property is also excellent, it is made suitable as a material of 
an optical record medium. Although the truck for information record is established in the 
substrate for optical record media, with increase of storage capacity, spacing of the slot of this 
truck, i.e., the pitch of a truck, becomes narrower, and the depth of flute is becoming deeper. 
And corresponding to this, whenever [ molding-temperature metallurgy mold temperature / at 
the time of fabricating the substrate for optical record media with injection molding ] is 
becoming an elevated temperature more. However, if molding temperature is made high, a 
mold-release characteristic will get worse, and the serious problem of becoming easy to 
generate camber is in mold goods. Since the optical record medium manufactured using the 
substrate for optical record media with camber tends to produce a bit error in the part of 
camber, an error incidence rate becomes high. 
[0003] 

[Problem(s) to be Solved by the Invention] The bottom of the above situations is asked for the 
good polycarbonate resin constituent of a mold-release characteristic which gives the product 
which was excellent in respect of the birefringence and copy nature which are a property 
required of the substrate for optical recording media, camber, etc. even if whenever [ molding- 
temperature metallurgy mold temperature ] is high. Although it is known that the polycarbonate 
resin constituent which blended the fatty acid ester of polyhydric alcohol as a release agent 
from the former is excellent in a mold-release characteristic, under a high molding temperature 
and the high die temperature for manufacturing the substrate for optical record media of high 
storage capacity with injection molding, this thing does not discover an expected good mold- 
release characteristic. Therefore, this invention uses as an offer plug the polycarbonate resin 
constituent which discovers a good mold-release characteristic also under a suitable high 
molding temperature and the suitable die temperature for manufacture of the substrate for 
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optical record media of high storage capacity. Moreover, this invention uses as an offer plug 
the substrate for optical record media fabricated with such a polycarbonate resin constituent, 
and the optical record medium using this substrate. 
[0004] 

[Means for Solving the Problem] The polycarbonate resin constituent which blended the fatty 
acid ester of polyhydric alcohol according to examination of this invention persons does not 
discover a mold-release characteristic expected in the bottom of a high molding temperature 
and a die temperature for the fatty acid ester of polyhydric alcohol changing with heat to other 
gestalten on the occasion of shaping. And this change is a processing process following the 
production process of a polycarbonate, or it, and it became clear that ******** promotion was 
carried out with the metal of the iron mixed from the metallic material which constitutes 
equipment, and others. Moreover, there was a proper value also in the loadings of the fatty 
acid ester of polyhydric alcohol, and even if there were more contents of the fatty acid ester of 
the polyhydric alcohol in a resin constituent than 100-1000 ppm, it became clear that it was 
easy to produce a shaping defect to the plate obtained by injection molding at least. 
[0005] the content of the metal mixed from the equipment of the iron which this invention was 
attained based on such knowledge, and the polycarbonate resin constituent concerning this 
invention contains 100-1000 ppm of fatty acid ester of polyhydric alcohol as a release agent, 
and promotes the thermal change of a release agent on the occasion of melting shaping, and 
others - ******** - jt is characterized by few things. Moreover, the substrate for optical record 
media concerning this invention has remarkably few contents of the metal which is 
manufactured by injection molding of the above-mentioned polycarbonate resin constituent, 
and promotes the thermal change of the release agent of iron and others, and is characterized 
by 50% or more of the fatty acid ester of the polyhydric alcohol which is a release agent in the 
resin constituent with which shaping was presented remaining. 
[0006] 

[Embodiment of the Invention] If this invention is explained to a detail, the polycarbonate resin 
constituent concerning this invention will be manufactured by blending a release agent with the 
polycarbonate resin of arbitration. As a phenol nature compound which is the raw material of a 
polycarbonate A hydroquinone, resorcinol, dihydroxydiphenyl, a screw (hydroxyphenyl)-alkane, 
Screw (hydroxyphenyl)-cycloalkane, a screw (hydroxyphenyl)-sulfide, The screw 
(hydroxyphenyl)-ether, a screw (hydroxyphenyl)-ketone, Screw (hydroxyphenyl)-sulfone, screw 
(hydroxyphenyl)-sulfoxide, screw (hydroxyphenyl)-benzene, these derivatives that the alkyl 
group, the halogen atom, etc. have permuted by the nucleus are mentioned. As an especially 
suitable phenol nature compound, it is 2 and 2-screw (4-hydroxyphenyl)-propane, 2, and 2- 
screw (3, 5-dimethyl-4-hydroxyphenyl)-propane, 1, and 1 -screw (4-hydroxyphenyl)- 
cyclohexane and 1, and 1 -screw (4-hydroxyphenyl). - A 3, 3, and 5-trimethyl cyclohexane etc. 
is mentioned. Moreover, little concomitant use of what has three or more phenolic hydroxyl 
groups can be carried out at these phenol nature compounds, and the polycarbonate which 
has branching can also be obtained. 

[0007] Manufacturing a polycarbonate from these phenol nature compounds can also be 
based on which approach of the interfacial polycondensation method for using a phosgene, or 
the scorification using diphenyl carbonate. The average molecular weight (Mv) of the 
polycarbonate obtained is usually 1x104 to 1x105. Although it is extent, in order to use for 
manufacture of the substrate for optical record media, it is desirable 13000-20000, and that it is 
especially the range of 14000-18000. 

[0008] It is necessary to pay careful attention so that a metal may not mix on the occasion of 
manufacture of a polycarbonate from the raw material to be used and equipment. For example, 
when based on the interfacial polycondensation method using a phosgene, piping of a 
phosgene needs to let a phosgene pass, after making it dry completely, in order to prevent 
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corrosion, and it is desirable [ a phosgene ] to present a reaction, after a phosgene removes 
the metal component which may be contacted to activated carbon and may be contained. 
Moreover, piping of an alkali water solution needs to use what is rich in corrosion resistance in 
order to prevent the elution of the metal component from a tube wall, the operation whose 
metal mixed from the wall surface of piping, such as iron, chromium, nickel, and aluminum, or 
a device the operation which promotes that, as for alkali metal, the fatty acid ester of the 
polyhydric alcohol which is a release agent deteriorates with heat among the metals ordinarily 
detected in a polycarbonate is comparatively weak according to examination of this invention 
persons, but promotes the thermal change of a release agent - ******** - it is large. And since 
these metals are usually found out by the significant quantity in a polycarbonate, the content 
usually uses a thing 0.5 ppm or less by making these sum totals into an index. Preferably, the 
contents of metals other than alkali metal including the metal described above use a thing 0.5 
ppm or less. Few metal contents in a resin constituent are so desirable that there are, and 0.1 
ppm or less, when the total quantity of iron, chromium, nickel, and aluminum uses especially a 
thing 0.05 ppm or less, it is still more desirable. 

[0009] If there are many metaled contents and molding temperature and a die temperature will 
be made high on the occasion of injection molding, the fatty acid ester of the polyhydric alcohol 
made to contain as a release agent will carry out a thermal change for whether being Sumiya 
at perfect ester and others from imperfect ester, and will not carry out ****** survival into the 
Plastic solid acquired. And if glycerol monoester changes to glycerol triester, for example, the 
operation as a release agent will fall remarkably. The fatty acid ester of the polyhydric alcohol 
of a release agent needs to blend with a polycarbonate so that it may be set to 100-1000 ppm. 
A mold-release characteristic becomes [ too little / the amount of this release agent / 
inadequate ], and it is easy to produce defects, such as camber, in mold goods. Conversely, it 
is easy to produce gas as this amount being excessive at the time of shaping, and this gas 
adheres to a stamper and tends to produce a poor imprint. 100-600 ppm especially of 
desirable loadings of a release agent are 150-500 ppm. As fatty acid ester of polyhydric 
alcohol, the imperfect ester of trivalent alcohol like a glycerol, trimethylol propane, and hexane 
triol, the polyhydric alcohol more than tetravalence like pentaerythritol, meso erythritol, xylitol, 
and a sorbitol, and a with a carbon number of about ten to 30 fatty acid is used. As a fatty acid, 
a capric acid, undecanoic acid, a lauric acid, a tridecane acid, a myristic acid, a pentadecane 
acid, a palmitic acid, margaric acid, stearin acid, a nonadecane acid, eicosanoic acid, behenic 
acid, etc. are desirable. As ester of these polyhydric alcohol and fatty acids Usually, glycerol 
monostearate, glycerol monopalmitate, Glycerol monoester, such as a glycerol mono- 
millimeter state and glycerine monolaurate, Pentaerythritol distearate, pentaerythritol 
tristearate, Pentaerythritol monopalmitate, pentaerythritol dipalmitate, Pentaerythrytol 
tripalmitate, meso erythritol trilaurate, xylitol distearate, xylitol tristearate, xylitol tetra-stearate, 
etc. are used. These ester can also use some together. 

[0010] The polycarbonate resin constituent concerning this invention is processible into various 
mold goods, for example, a film, yarn, a plate, etc. with injection molding, extrusion molding, 
etc. It is processible suitable for the components for luminaires and the components for optical 
instruments, for example, housing, an optical lens, etc. of lamplight. On the occasion of these 
processings, various additives in ordinary use, for example, a stabilizer, an antistatic agent, a 
combustion retarder, etc. can also be added by request. Especially the suitable application of 
the polycarbonate resin constituent concerning this invention is manufacture of the substrate 
for optical record media by injection molding. As an optical record medium, there are mold 
optical disks (rewritable type; MO, CD-RW, DVD-RAM, etc.) which can be rewritten [ the mold 
optical disks only for playbacks (CD, CD-ROM, DVD-ROM, etc.), record playback mold optical 
disks (write-once mold; CD-R DVD-R, etc.), record, playback, elimination, and ], and 
manufacture of a substrate is performed for all by injection molding of a polycarbonate resin 
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constituent. Although it is thought that the thing of high recording density requires the track 
pitch 2.0 micrometers or less, and a prospective still narrower pitch, for example, a thing 1 .8 
micrometers or less, is required although the track pitch of these disks changes with recording 
density, since the good thing of a mold-release characteristic is the need especially when 
manufacturing the substrate of such a disk with injection molding, the resin constituent 
concerning this invention is suitable. 

[001 1 ] When carrying out injection molding of the substrate for optical record media using the 
polycarbonate resin constituent concerning this invention, especially molding temperature has 
desirable 320-380 degrees C 300-400 degrees C. Moreover, although the filter which consists 
at the tip of an extruder of a metal fiber is installed and the foreign matter in resin is generally 
removed on the occasion of injection molding of the substrate for optical record media, when 
the front face of the metal fiber which constitutes a filter changes chemically and it has become 
metallic compounds, these metallic compounds may mix into the melting resin which passes 
through this, and may promote the thermal change of the release agent which resin is made to 
have contained. Therefore, as for a filter, it is desirable to fully wash, and to use, after 
removing the metallic compounds which may exist on the surface of a metal fiber. Even when 
using the polycarbonate resin constituent concerning this invention, in having carried out 
injection molding on conditions in which a metal mixes by the forming process and 50% or 
more of the^ fatty acid ester of the polyhydric alcohol which is a release agent in a constituent 
carries out a thermal change, it is easy to produce poor shaping, such as mold release 
unevenness and a poor imprint. 

[0012] The above-mentioned place is followed using the polycarbonate resin constituent 
concerning this invention. The substrate for optical record media manufactured on conditions 
which remain with a gestalt with 50% or more as it is [ the fatty acid ester of the polyhydric 
alcohol which is the added release agent ] Since there is no shaping defect and it excels in the 
substrate property so that clearly also from contrast with the example and the example of a 
comparison which carry out a postscript, it can consider as the optical record medium of high 
quality by forming a recording layer in this with a conventional method. 
[0013] 

[Example] Although an example explains this invention still more concretely below, this 
invention is not limited to these examples. 

Manufacture of a polycarbonate; a caustic-alkali-of-sodium water solution, a methylene 
chloride, and bisphenol A were mixed, the phosgene was supplied into this mixed liquor, and 
the oligomer of a polycarbonate was made to generate. In addition, t-butylphenol was used as 
a molecular-weight modifier, using triethylamine as a catalyst. The aqueous phase and an oil 
phase are separated, a methylene chloride, a caustic-alkali-of-sodium water solution, and 
triethylamine are added to the obtained oil phase, it was made to react at 30 degrees C, and 
the polycarbonate was made to generate under nitrogen-gas-atmosphere mind. The aqueous 
phase and an oil phase were separated, dilute hydrochloric acid washed the oil phase, and 
pure water washed until the chlorine ion was no longer detected subsequently to under 
wastewater. The obtained purification polycarbonate solution was powdered by the kneader, 
and the powder of a polycarbonate was obtained. The physical properties of the obtained 
polycarbonate are shown in Table -1 . 
[0014] 
[Table 1] 
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[0015] *1 Concentration C computes by the following formula about a 0.6 g/dl methylene 
chloride solution from the specific viscosity (etaSP) measured at 20 degrees C. 
[0016] 

[Equation 1] etaSP/C= [eta] (1+0.28etaSP) 

[eta] =1.23x10-5xMvx0.83[0017] *2 Measure using a gel permeation chromatograph (the 
TOSOH CORP. product, HLC-8020). TSK of TOSOH CORP. Using four columns filled up with 
5000HLX, 4000HLX, 3000HLX, and 2000HLX(s), respectively, the tetrahydrofuran was made 
into the eluate and the refractive-index meter performed detection. Mw and Mn of polystyrene 
conversion were calculated from the obtained chart. 

*3 Polycarbonate 2g dried at 120 degree C for 5 hours was taught to the orifice heated by 280 
degrees C of a quantity-ized type flow tester (500 Shimadzu product CFT- an orifice the 
diameter of 1mm, die length of 10mm). After checking having fused completely after 10 
minutes, the time amount which was made to flow down in the above-mentioned orifice, and 
flowed down 4mm - 7mm under the 160kg load was read, and it displayed by the flowing-down 
volume / time amount (ml/second). 

*4 The total quantity of iron, nickel, chromium, and aluminum (there are no metals other than 
this ******** rare ****). Analysis ashed the sample and was performed with the ICP analysis 
method. 

[001 8] The fatty acid ester of polyhydric alcohol was blended with examples 1 -4 and the 
example 1 of a comparison - 2 polycarbonate powder with powder, and after often mixing, it 
kneaded and pelletized at 290 degrees C under nitrogen-gas-atmosphere mind with the twin 
screw extruder. This pellet was supplied to the injection molding machine (Sumitomo heavy 
machinery company product DISK3), and 5000 3.5 inch substrates for optical record media 
were manufactured on the following conditions. 

Cylinder temperature 350 degrees C Die temperature 103 degrees C / 98 degrees C Stamper 
230MB (ISO/IEC 1 3963 specification) 

Injection time 0.34 seconds Cooldown delay 4.5 seconds Compressive force (ton) 22.5-13.8- 
10 [0019] The following item was checked about the obtained substrate. A result is shown in 
Table -2. 

Shaping defect (pit gap); the SFP section of drawing and an inside-and-outside periphery and 
periphery 7.8.9 band were observed for three substrates with the optical microscope every 
1000 sheets. When a mold-release characteristic is inadequate, a pit gap occurs in all when 
volatile matter adheres to a stamper. 

Shaping defect (mold release unevenness); visual observation of the 25 substrates was 
carried out by drawing, the reflected light, and the transmitted light every 1000 sheets. When a 
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mold-release characteristic is not good, mold release unevenness occurs. 

[0020] Birefringence; the birefringence within a field and the perpendicular birefringence were 

measured using the automatic birefringence measuring device (ORC Manufacturing make 

ADR-130N). The result was expressed as maximum and the minimum value. 

Mechanical characteristic; it evaluated according to the specification (ISO/IEC 13963) of an 

optical disk, and what passes although there are not 0 and allowances about what fully passes 

with allowances was made into **. 

Fatty-acid-ester content; the sample was dissolved in the methylene chloride, a pyridine and 
trimethylsilyl chloride were added to this, and all the hydroxyl groups in fatty acid ester were 
trimethylsilylated. Subsequently, the quantum of what analyzes reaction mixture with a gas 
chromatography and exists with the gestalt of the added fatty acid ester was carried out. 
[0021] Except having added the fatty acid ester and metallic compounds of polyhydric alcohol 
to the example 1 of a comparison - 6 polycarbonate powder, the pellet was manufactured like 
the example and, subsequently the optical disk substrate was manufactured like the example 
using this pellet. A result is shown in Table -2. 

Example of comparison 7 polycarbonate powder was pelletized like the example as it was, 
and, subsequently the optical disk substrate was manufactured like the example using this 
pellet. A result is shown in Table -2. 
[0022] 
[Table 2] 

& - 2 





mm 
i 


2 


mm 

3 


mm 

4 




A 


B 


C 


c 




a m 


CMS 


CMS 


PDS 


PDS 




fSsJttft (ppflt) 


600 


600 


600 


1000 




mm 

&3n£ (ppm) 












580 


560 


590 


900 




580 


550 


580 


890 




ft 


ft 


M 


ft 


mm awtito 


m 


m 


m 


ft 


mm ffiwmfi) 


0-7 XKT 6 




-2~4 X10" 6 


0~7XKT 6 


mm mtaem 


4.6-4.9 . 
X10" 4 




4.7-5 , 
X10' 4 


46-4.9 t 
X]0' 4 


mm mmm 


O 




O 


O 



[0023] 
[Table 3] 
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* NOTICES * 

JPO and NCIPI are not responsible for any 
damages caused by the use of this translation. 

IThis document has been translated by computer. So the translation may not reflect the 
original precisely. 

2. **** shows the word which can not be translated. 

3. In the drawings, any words are not translated. 



CLAIMS 



[Claim(s)] 

[Claim 1] The polycarbonate resin constituent which the content of metals other than alkali 
metal is 0.5 ppm or less, and is characterized by containing 100-1000 ppm of fatty acid ester of 
polyhydric alcohol as a release agent. 

[Claim 2] The polycarbonate resin constituent which the sum total content of iron, nickel, 
chromium, and aluminum is 0.5 ppm or less, and is characterized by containing 100-1000 ppm 
of fatty acid ester of polyhydric alcohol as a release agent. 

[Claim 3] The substrate for optical record media characterized by 50% or more of the fatty acid 
ester of the polyhydric alcohol blended as a release agent into the resin constituent with which 
it is the substrate for optical record media obtained by carrying out injection molding of the 
polycarbonate resin constituent which contains 100-1000 ppm of fatty acid ester of polyhydric 
alcohol as a release agent, and the content of other metals other than alkali metal is 0.5 ppm 
or less, and shaping was presented remaining. 

[Claim 4] It is the substrate for optical record media obtained by carrying out injection molding 
of the polycarbonate resin constituent which contains 100-1000 ppm of fatty acid ester of 
polyhydric alcohol as a release agent. The sum total content of iron, nickel, chromium, and 
aluminum is 0.5 ppm or less. The content of other metals other than alkali metal is a substrate 
for optical record media characterized by 50% or more of the polyhydric-alcohol fatty acid ester 
blended as a release agent into the resin constituent with which is 0.5 ppm or less and shaping 
was presented remaining. 

[Claim 5] The substrate for optical record media according to claim 3 or 4 characterized by the 
pitch having the truck 2.0 micrometers or less. 

[Claim 6] The optical record medium using the substrate for optical record media according to 
claim 3 to 5. 



[Translation done.] 
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